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(57) The invention provides a novel polymeric com- 
pound comprising polyvinyl ateohol units and having an 
average degree of polymerization of at least 20, In 
which some oral! of the hydroxyl groups on the polyvinyl 
alcohol units are substituted with oxyalkyiene-contain- 
ing groups to an average molar substitution of at least 
0.3: a binder resin composed of this polymeric com- 



pound; an ton-conducttve polymer electrolyte composi- 
tion having a high ionic conductivity and high tackiness 
whkih lends Itself well to use as a solid polymer electro- 
lyte in film-type cells and related applicatbns; and a 
secondary cell. 
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EP 1 090 932 A1 

Description 
TECHNICAL FIELD 

5 [0001] The present invention relates to novel polymeric compounds, binder resin composed of the polymeric com- 
pounds, and polymer electrolyte compositions having a high ionic conductivity and tackiness, and secondary cells. 

BACKGROUND AHT 

10 [0002] Electrolytes used in ele<^rochemical devices such as secondary ceils have until now been primarily low- 
motecular-weight substances that are liquid at or above room temperature, such as water, ethylene carbonate, propyl- 
ene carbonate, and tetrahydrofuran. In fithium-type cells in particular, use is commonly made of towHmolecular-weight 
organic liquid electrolytes which tend to evaporate, ignite and burn rather easily. To ensure long-term stability, a metal 
can must be used as the outer cell enclosure so as to increase the airtightness of the container. The result has been a 

15 considerable rise in the weight of electrical and electronic components which use low-molecular-weight organic fiquid 
electrolytes, and a complex production process. 

[0003] By contrast, the use of a polymer as the electrolyte allows electrolytes to be obtained which have a very low 
volatility and are not prone to evaporation. Moreover, such 'polymer electrolytes* that have a sufficiently high molecular 
weight can even be used as solid electrolytes which are not fluid at or above room temperature. They offer the dual 

20 advantage of serving as a solvent for ion-conductive salts and of solidifying the electrolyte. 

[0004] As an example of this type of polymer electrolyte, in 1978, Armond et al. at {'University de Grenoble in 
France discovered that lithium perchlorate dissolves in solid polyethylene oxide, and reported that when 1 M lithium salt 
is dissolved in polyethylene oxide having a molecular weight of about 2,000, the resulting complex exhibits an ionic con- 
ductivity at room temperature of about 10'^ S/cm. Another group reported that when 1 M lithium salt Is dissolved in pol- 

25 yethylene oxide having a molecular weight of about 200, which is liquid at room temperature, the ionic conductivity at 
room temperature is about 10"^ to 1 0'^ S/cm. Thus, it is known that polymeric substances such as polyethylene oxide 
with the ability to dissolve ion-conductive salts function as electrolytes. 

[0005] Since then, similar research has been candled out on a broad range of largely polyethylene oxide-related pol- 
ymers, such as polypropylene oxide, polyethyleneimine. polyurethane and polyester. 

30 [0006] As noted above, polyethylene oxide, the most thoroughly investigated of these polymers, has a good ability 
to dissolve ion-conductive salts. However, because it is a semi-crystalline polymer, when a large amount of metallic salt 
is dissolved therein, the salt forms a pseudo-crosslinked structure between the polymer chains that leads to crystalliza- 
tion of the polymer. As a result, the actual ionic conductivity is much lower than the predicted value. 
[0007] This is because an ion conductor dissolved in a linear polyether-based polymer matrix such as polyethylene 

35 oxide migrates with the local movement of polymer chain segments within amorphous regions of the polymer matrix. 
With the formation of a pseudo-crosslini<ed structure, the cations which cany the ionic conductivity are strongly coordi- 
nated by the polymer chains, greatly reducing cation mobility and thus lowering the conductivity. Such local movement 
of the polymer chains is referred to as Brawnian motion. 

[0008] For this reason, a linear polyether-based polymer such as polyethylene oxide is a poor choice as the matrix 
40 polymer for an ion-conductive polymer electrolyte. 

[0009] In fact, according to the literature to date, ion-conductive polymer electrolytes composed entirely of linear 
polymers such as polyethylene oxide, polypropylene oxide and potyethyieneimine generally have an ionic conductivity 
at room temperature of about 10'^ S/cm, and at best not higher than about 10^ S/cm. 

[0010] To obtain Ion -conductive polymer electrolytes having such a high conductivity, a molecule must be designed 
45 which allows the existence within the matrix polymer of many amorphous regions of good ion conductor mobility, and 
which does not crystallize even when an ion-conductive salt is dissolved therein to a high concentration. 
[0011] One such method is the attempt, described by N. Ogata et al. (Senl Gakkaishi, pp. 52-57, 1990). to intro- 
duce a branched structure Into polyethylene oxide. Their work demonstrates that polyethylene oxide derivative-based 
ion-conductive solid polymer electrolytes having a high ionic conductivity (about 10"^ S/cm at room temperature) can 
50 indeed be synthesized. However, such polymer electrolytes have not been commercialized on account of the sheer 
complexity of the polymer synthesis method involved. 

[0012] The inventor previously disclosed that polymer electrolyte-forming polymers having a high ionic conductivity 
can be prepared by introducing polyoxyalkylene branched chains onto a natural polymeric substance such as cellulose 
and capping the tenmlnal hydroxyl groups with suitable substituents, and that such polymers can be used to form solid 
55 polymer electrolytes having an excellent strength and a high conducthrity (JP-A 8-225626 and JP-A 9-60824). 

[0013] However, solid polymer electrolytes in whk^h polyoxyalkylene branched chains hove been Introduced onto a 
natural polymenc substance such as cellulose have two drawbacks: (1) because the molecular weight per polymer 
chain (backbone) unit is high, any further increase in the fraction of polyoxyalkylene segments, which is where ton-con- 
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ductive salt dissolution and nr^igration takes place, per unit weight of the natural polymeric substance is (fifficutt to 
achieve; and (2) the tackiness tends to be somewhat poor. 

DISCLOSURE OF THE INVENTION 

5 

[0014] The present invention was conceived in light of these circunnstances. One object of the invention is to pro- 
vide a novel polymeric compound; and a binder nesin compose of the polymerk: compound. Another object is to provide 
a polymer electrolyte-fbrmtng polymer composed of the novel polymeric compound. Yet another object is to provide an 
lon-conductive polymer electrolyte composition endowed with high Ionic conductivity and high tackiness whfch lends 
10 ftsetf we!) to use as a solid polymer electrolyte in applications such as film-type cells; and a secondary cell comprising 
the binder resin and the ion -conductive polymer electrolyte composition. 

[0015] The inventor has conducted extensive and repeated investigations in order to achieve these aims. As a 
result, the inventor has discovered that an effective way to raise the ionic conductivity within a polymer electrolyte-form- 
ing polymer is to increase the proportion per unit weight of polymer electrolyte-forming polymer in which polyoxy- 

15 alkylene segments capable of dissolving an ion-conductive salt are introduced onto the polymer. 

[0016] That Is, a typtoal example in which polyoxyalkylene branched chains are Introduced onto a conventional nat- 
ural polymeric substance such as cellulose might involve the introduction of a I0-mole unit length polyoxyethylene 
group per cellulose unit. In this case, the molecular weight of the cellulose recumng units (CeiH^oOs) is 162 and the 
molecular weight of the 10-mole polyoxyethylene groups ((CH2CH20)io-H) is 441. Hence, the fraction represented by 

20 the polyoxyethylene groups, which are the portions of the polymer that dissolve the ion-conducth^e salt, relative to the 
unit weight of the resulting cellulose derivative (polyoxyethylene fraction) is given by the ratio 441/(441+161) = 0.733. 
[0017] By contrast, if a polymeric compound such as polyvinyl alcohol (PVA). having a unit molecular weight lower 
than natural polymeric substances such as cellulose is used as the backbone, given that the molecular weight of the 
PVA recurring units (CH2CH(0H)) is 44 and the molecular weight of the 10-mole polyoxyethylene groups 

25 ((CH2CH20)io-H) Is 441 , a higher polyoxyethylene f ractkjn of 441/(441 +44) = 0.909 is achieved. The higher polyoxyeth- 
ylene fraction enables a greater amount of ion-conductive salt to be dissolved, in addition to which the molecule has a 
larger number of polyoxyethylene segments where ran migration occurs, increasing ion mobility. The inventor has thus 
found that a high ionk: conductivity can be attained in this way. 

[0018] Also, when a film-type cell, for example, is assembled using a solid polymer electrolyte, in order for the solid 
30 polymer electrolyte to additionally serve as the binder component for the cell, the electrolyte must have both a high fonte 
conductivity, and the ability to bind the powdery battery active material. That is, it must be tacky. Moreover, film-type bat- 
teries made with solid polymer electrolytes generally have a positive electrode/solid ejectrolyte/negatlve electrode con- 
struction. Unlike cylindrical batteries in which this positive electrode/solid electrolyte/negative electrode composite is 
coiled and placed in a can, the absence of a coiling pressure in film-type batteries means that pressure is not applied 
35 between the positive electrode and the solid electrolyte and between the solid electrolyte and the negative electrode, 
allowing the solid electrolyte to separate readily from the positive electrode and the negative electrode. For this reason 
as well, the solid electrolyte placed between the positive electrode and the negative electrode, in addition to serving as 
an electrolyte, must also have the ability to strongly bond the positive and negative electrodes. In other words, it must 
have tackiness. 

40 [001 9] Pursuing their investigations even further In light of such considerattons. the Inventor has found also that pol- 
ymeric compounds containing polyvinyl alcohol units of general formula (1) below and having an average degree of 
polymerization of at least 20 in which some or all of the hydroxyl groups on the polyvinyl alcohol units are substituted 
with oxyalkylene-containing groups to an average molar substitution of at least 0.3, and especially such polymeric com- 
pounds In which some or all of the hydroxyl groups on the molecule are additionally capped with one or more type of 

45 monovalent group selected from among halogen atoms, substituted or unsubstituted monovalent hydrocarbon groups 
of 1 to 1 0 carbons, acyl groups, triorganosilyl groups, amino groups, alkylamino groups and phosphorus-containing 
groups, have the ability to dissolve a large amount of ion-conductive salt because of their high oxyalkylene fraction. 
Moreover, the presence in the molecule of more oxyalkylene segments over which the ions can migrate Increases Ion 
mobility, enabling a high ionk: conducth^ity to be achieved. Also, these polymeric compounds have a high tackiness 

50 which allows them to function well as a binder component that finely bonds the positive and negative electrodes. The 
inventor has thus discovered that compositions comprising an ion-conductive salt dissolved to a high concentration in 
a binder resin composed of such a polymeric compound are ideally suited for use as a soHd polymer electrolyte in film- 
type batteries and related applications. 
[0020] Accordingly, the present invention provides: 

55 

(1) a polymeric compound comprising polyvinyl alcohol units of general fonnula (1): 
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45 




(1) 



10 wherein n represents a number of at least 20, and having an average degree of polymerization of at least 20, char- 
acterized in that some or all of the hydroxyl groups on the polyvinyl alcohol units are sut)stltuted with oxyalkylene- 
containing groups to an average molar substitution of at least 0.3; 

(2) a binder resin composed of the above polymeric compound; 

(3) an ion-conductive polymer electrolyte composition comprising primarily the same polymer electrolyte-forming 
IS polymer (that is, the foregoing polymeric compound) and an ion-conductive salt; and 

(4) a secondary cell comprising a positive electrode, a negative electrode and a solid polymer electrolyte layer, 
characterized in that the solid polymer electrode layer is composed of the above ion-conductive polynrier electrolyte 
composition and lies between the positive electrode and the negathra electrode. 

20 RRIFF DESCRIPTION OF THg DRAWINGS 
[0021] 

FIG. 1 is a ^\:-NMR spectrum ot the dihydroxypropylated polyvinyl alcohol prepared In Example 1 of the Invention. 
25 FIG. 2 shows a wide-angle x-ray diffraction pattern for the composition (complex) obtained in Example 15. 

BEST MODE FOR CARRYING OUT THE INVENTION 

[0022] The invention is described more fully below. 

30 [0023] The polymeric compound of the invention contains polyvinyl alcohol units and has an average degree of 
polymerization of at least 20, preferably at least 30. and most preferably at least 50. Some or ail of the hydroxyl groups 
on the polyvinyl alcohol units are substituted with oxyalkylene-contalning groups. The upper limit in the average degree 
of polymerization is preferably no higher than 2,000. and especially no higher than 200. The average degree of polym- 
erization refers herein to the number-average degree of polymerization. Polymeric compounds with too high a degree 

35 of polymerization have an excessively high viscosity, malting them difficult to handle. Accordingly, the range in the 
degree of polymerization Is preferably from 20 to 500 monomeric units. 

[0024] The at>ove polyvinyl alcohol units make up the backbone of the inventive polymeric compound and have the 
following general formula (1). 




<i) 



[0025] In formula (1). the letter n is at least 20. preferably at least 30, and most preferably at least 50. The upper 
limit for n is preferably no higher than 2,000. and especially no higher than 200. 

50 [0026] It Is highly advantageous for the polyvinyl alcohol u nit-containIng polymeric compound of the invention to be 
a homopotymer whch satisfies the above range in the average degree of polymerization and in which the fraction of 
polyvinyl alcohol units in the nnolecule Is at least 98 mol%. However, use can also be made of, without particular limita- 
tion, polyvinyl alcohol unit-containing polymeric compounds whtoh satisfy the above range in the average degree of 
polymerization and have a polyvinyl alcohol fraction of preferably at least 60 mol%, and more preferably at least 70 

55 mol%. Illustrative examples include polyvinylformal in which some of the hydroxyl groups on the polyvinyl alcohol have 
been converted to formal, modified polyvinyl alcohols In which some of the hydroxyl groups on the polyvinyl alcohol 
have been alkylated, poly(ethyiene vinyl alcohol), partially saponified polyvinyl acetate, and other modified polyvinyl 
ateohols. 
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20 



25 



30 



35 



[0027] Some or all of the hydrQxyl groups on the polyvinyt alcohol units of the potymeric compound according to the 
invention are substituted with axyaIl(y)ene<;ontaining groups (some of the hydrogen atoms on which oxyalkytene 
groups may be substituted with hydroxyl groups) to an average molar substitution of at least 0.3. The proportion of 
hydroxy! groups substituted with oxyalkylene-containing groups is preferably at least 30 mol%, and more preferably at 
least 50 mol%. 

[0028] The average molar substitution (MS) can be determined by accurately measuring the weight of the polyvinyl 
alcohol charged and the weight of the reaction product Let us consider, for example, a case in which 10 g of PVA is 
reacted with ethylene oxide, and the weight of the resulting PVA derivative is 15 g. The PVA units have the formula - 
(CH2CH(OH))-, and so their unit molecular weight is 44. In the PVA derivative obtained as the reaction product, the - 
OH groups on the original -(CH2CH(OH))- units have become -0-(CH2CH20)n- groups, and so the unit molecular 
weight of the reaction product is 44444n. Because the increase in weight associated with the reaction is represented 
by 44n, the calculation is carried as follows. 

PVA/PVA derivative = 44/(44444n) = 1 0 g/1 5 g 440 + 440n = 660 

n = 0.5 

[0029] Hence, the molar substitution (MS) in this example is 0.5. Of course, this value merely represents the aver- 
age molar substitution. That is. values such as the quantity of unreacted PVA units on the molecule and the length of 
the oxyethylene groups introduced by the reaction cannot be specified in this way. 

MS » 0 unit HS » 1 unit MS « 2 units 
— CH, - CH -)3~(- CH, - CH -^5 CH, - CH 

OH 0 

«^ 

Average MS « (O ^ 1 4* 2)/3 » 1 



[0030] Examples of suitable methods for introducing oxyalkylene'Containing groups onto the above polyvinyl alco- 
hol unit-containing polymeric compound include (1) reacting the polyvinyl alcohol unit-containing polymeric compound 
40 with an oxirane compound such as ethylene oxide, and (2) reacting the polyvinyl alcohol unit-containing polymeric com- 
pound with a polyoxyalkylene compound having a hydroxy-reactive sufcistituent at the end. 

[0031] In above method (1 ), the oxirane compound may be any one or combination selected from among ethylene 
oxide, propylene oxide and glycidol. 

[0032] If ethylene oxide Is reacted In this case, one or more oxyethylene chain Is Introduced onto the polymeric 
45 compound as shown in the following fonmula. 

PVA — (CH2CH20)a — H 

[0033] In the fomiula, "a* is preferably from 1 to 1 0, and most preferably from 1 to 5. 
50 [0034] If propylene oxide is reacted instead, one or more oxypropylene chain is introduced onto the polymeric com- 
pound as shown below. 
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PVA (CHjCHO)^ H 



10 In the formula, "b" is preferably from 1 to 1 0, and most preferably from 1 to 5. 

[0035] And if glycidol is reacted, two branched chains (1) and (2) are introduced onto the compound, as shown 
below. 

[0036] Reaction of a hydroxy! group on the PVA with gtycidol can proceed In either of two ways: *a-attack* and "b- 
attack.* The reaction of one glycidol molecule creates two new hydroxyl groups, each of which can in tum react with 
15 gtycidol. As a result, the two following branched chains (1 ) and (2) are introduced onto the hydroxyl groups of the PVA 
units. 



_ a-attack 

20 




25 4 OH 



b-attack 




AU 

'\7^ ► PVA~0 — (CHCHjO) — H 



.{OH 

PVA-OH: 
hydroxyl group cm a PVA unit 



35 



40 



45 



(1) ~ (CHjCHCHjO),- 
0- 



(2) - (CHCHjO),— 
CHjO- 



[0037] In branched chains (1 ) and (2), the value x+y is preferably from 1 to 1 0. and most preferably from 1 to 5. The 
50 ratio of x to y is not particularly specified, although x:y generally falls within a range of 0.4:0.6 to 0.6:0.4. 

[0036] The reaction of the polyvinyl alcohol unit-containing polymeric compound with tile above oxirane compound 
can be carried out using a basic catalyst such as sodium hydroxide, potassium hydroxide or any of various amine com- 
pounds. 

[0039] The reaction of polyvinyl alcohol with glycidol is described below as an illustrative example. Rrst, the reac- 
55 tion vessel is charged with a solvent and polyvinyl alcohol. It is not essential In this case for the polyvinyl alcohol to be 
dissolved in the solvent. That Is. the polyvinyl alcohol may be present in the solvent either in a uniformly dissolved state 
or in a suspended state. A given amount of a basic catalyst, such as aqueous sodium hydmxide, is added and stirred 
for a while into this solution, following which glycidol diluted with a solvent is added. Reaction is carried out at a given 
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temperature for a given length of time, after which the polyvinyl alcohol is removed. If the polyvinyl alcohol is present 
within the reaction mixture in undissolved fomi, it is separated off by filtration using a glass fitter, for example. If, on the 
other hand, the polyvinyl alcohol is dissolved within the reaction mixture, it is precipitated out of solution by pouring an 
alcohol or other suitable precipitating agent into the reaction mixture, following which the precipitate is separated off 
5 using a glass filter, for example. TTie modified polyvinyl alcohol product is purffied by dissolution In water, neutFalizatton, 
and either passage through an ion-exchange resin or dialysis. The purified product is then freeze-dried, giving a dihy- 
droxypropytated polyvinyl alcohol. 

[0040] In the reaction, the molar ratio between the polyvinyl alcohol and the oxtrane compound Is preferably 1 :10, 
and most preferably 1 .20. 

10 [0041] The polyoxyalkyiene compound having a hydroxy-reactive substituent at the end used in above method (2) 
may be a compound of general fomiula (2). . 

a.(r2owR^ (2) 

IS [0042] In formula (2), the letter A represents a monovalent substituent having reactivity with hydroxy I groups. Illus- 
trative examples include isocyanate groups, epoxy groups, carboxyllc groups, carboxyllc acid chloride groups, ester 
groups, amide groups, halogen atoms such as fluorine, bromine and chlorine, silicon-bearing reactive substituents, and 
other monovalent substituents capable of reacting with hydroxy! groups. Of these, isocyanate groups, epoxy groups, 
and carboxyllc acid chloride groups are preferred for their reactivity. 

20 [0043] The cari^oxytic group may also be an add anhydride. Prefen-ed ester groups are methyl ester and ethyl ester 
groups. Examples of suitable silicon-bearing reactive substituents include substituents having terminal SIH or SIOH 
groups. 

[0044] The hydroxy-re active group, such as an isocyanate group or an epoxy group, may be bonded directly to the 
oxyalkylene group R^O or through, for example, an intervening oxygen atom, sulfur atom, cartwnyl group, carbonyloxy 
25 group, nitrogenous group (e.g., NH-, N(CH3)-, N(C2H5)-) or SO2 group. Preferat>ly, the hydroxy-reactive group is 
bonded to the oxyalkylene group R^O through an intervening group such as an alkylene. alkenylene or arytene group 
having 1 to 10 cartoons, and especially 1 to 6 cariDons. 

[0045] Examples of polyoxyalkyiene groups bearing this type of substituent A that may be used are the products 
obtained by reacting polyisocyanate compounds at the hydroxyl end group on a polyoxyalkyiene group. Isocyanate 
30 group-bearing compounds that may be used in this case Include compounds having two or more isocyanate groups on 
the molecule, such as tolylene diisocyanate, xytylene diisocyanate, naphthylene diisocyanate, diphenylmethane diiso- 
cyanate, biphenylene diisocyanate, diphenyl ether diisocyanate. tolidlne diisocyanate, hexamethylene diisocyanate and 
isophorone diisocyanate. For example, use can be made of compounds such as may be obtained from the following 
reaction. 



40 



45 




0CN-/O V^OVn-C-O-- (R^O). 

0 



[0046] In the formula, R^ is an oxyalkylene group of 2 to 5 carbons, examples of which include -CH2CH20-, • 
55 CHgCHgCHgO-. -CH2CH(CH3)0-, -CH2CH(CH2CH3)0- and ■CH2CH2CH2CH2O-. The letter m represents the number 
of moles of the oxyalkylene group that are added. This number of added moles (m) is preferably from 1 to 1 00, and most 
preferably from 1 to 50. 

[0047] Here, the polyoxyalkyiene chain represented by the above fonmula (R^O)^ is most preferably a polyethylene 
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glycol chain, a polypropylene glycol chain or a polyethylene oxide (EO)/|polypropylene oxide (PO) copolymer chain. The 
weight-average molecular weight of these potyoxyalkytene chains is preferably from 100 to 3,000, and most preferably 
within the weight-average molecular weight range of 200 to 1 .000 at which the potyalkylene chain is liquid at room tem- 
perature. 

5 [0048] In the above formula Is a capping moiety for one end of the chain. This represents a hydrogen atom, a 
substituted or unsubstituted monovalent hydrocarbon group having 1 to 10 cart>ons. or a R^CO- group (wherein is 
a substituted or unsubstituted monovalent hydrocarbon group having 1 to 10 carbons). 

[0049] Illustrative examples of the substituted or unsut)stituted monovalent hydrocarbon groups having 1 to 1 0 car- 
bons that may be used as the capping moiety include alky) groups such as methyl, ethyl, propyl, Isopropyl. butyl, iso- 

10 t)utyl, tert-butyl, pentyl, neopentyl, hexyl. cydohexyl, octyl, nonyl and decyl; aryl groups such as phenyl, tolyl and xylyl; 
aralkyi groups such as benzyl, phenylethyl and phenytpropyl; alkenyl groups such as vinyl, allyl. propenyl, isopropenyl, 
butenyl, hexenyl, cyclohexenyl and octerryl; and substituted groups in which some or all of the hydrogen atoms on the 
above groups have been sut)stituted with halogen atoms such as fluorine, bromine or chloride, cyano, hydroxyl. 
H(OR^- (wherein R^ is an alkylene having 2 to 4 cartxins. and z is an integer from 1 to 100), amino, aminoalkyl or 

15 phosphono. Specific examples of such substituted groups include cyanoethyl, cyanobenzyl, sut)stituted groups in which 
cyano is bonded to other alky! groups, chloromethyl, chioropropyl, bromoethyl and trifluoropropyl. These may be used 
alone or as combinations of two or more thereof. The monovalent hydrocarbon group is preferably one having from 1 to 
8 carbons. 

[0050] niustrative examples of R^CO- groups that may be used as the capping moiety include those in whk:h R^ is 
20 a substituted or unsubstituted monovalent hydrocarbon group. Preferred examples of R"* include alkyi or phenyl groups 
which may be substituted with cyano, acyl groups, benzoyl groups and cyanobenzoyi groups. 

[0051] The reaction in method (2) between the above-described polyvinyl alcohol unit-containing polymeric com- 
pound and the above-described potycscyalkylene compound having a hydroxy-reactive substituent at the end may be 
carried out In the same manner as the reaction carried out with an oxirane compound In method (1). 

25 [0052] In the reaction, the molar ratio between the polyvinyl ak:ohol and the potyoxyalkylene compound having a 
hydroxy-reactive substituent at the end is preferably from 1 :1 to 1 :20, and most preferably from 1 :1 to 1 :1 0. 
[0053] The structure of the polymeric compound of the invention in whfch oxyalkylene-containing groups have been 
introduced onto polyvinyl alcohol units can be verified by ^^C-NMR spectroscopy. For example, when dihydroxypro- 
pylated polyvinyl alcohol prepared by reacting polyvinyl alcohol with glycidol is analyzed by ^^ONMR (DEPT spectrum 

30 measured using a Varian VXR-300 NMR spectrometer, with D2O as the solvent), the spectrum includes peaks for PVA 
and peaks for dihydroxypropyl groups originating from the glycidol, as shown in FIG. 1 . 

[0054] The extent to which the oxyalkylene chain-bearing polyvinyl ateohol unit-containing polymeric compound of 
the invention contains oxyalkylene groups can be determined In this case using various anatytk:al techniques such as 
NMR or elemental analysis, although a method of determination based on the weight of the polymer charged as a reac- 

35 tant and the increase in weight of the polymer formed by the reaction is simple and convenient For example, the yield 
may be detemnined by precisely measuring both the weight of the polyvinyl ak;ohol unit-containing polymeric compound 
charged into the reaction and the weight of the oxyalkylene chain-bearing polyvinyl alcohol unit-containing polymeric 
compound obtained from the reaction, then using this difference to cateulate the quantity of oxyalkylene chains that 
have been introduced onto the molecule (referred to hereinafter as the "average molar substitution*). 

40 [0055] The average nrralar substitution (MS) serves here as an Indicator of the number of moles of oxyalkylene 
groups that have been introduced onto the molecule per vinyl alcohol unit In the polymeric compound of the invention, 
the average molar substitution must be at least 0.3, and is preferably at least 0.5, more preferably at least 0.7 and most 
preferably at least 1.0. No particular upper limit is imposed on the average molar substitution, although a value no 
higher than 20 is preferred. Too low an average molar substitution may result In the inability of the ion-conductive salt 

45 to dissolve, lower ion mobility and lower ionk: conductivity. On the other band, increasing the average molar substitution 
beyond a certain level fails to yield any further change in the solubifity or mobility of the ion-conductive salt and is thus 
pointless. 

[0056] Depending on Its average degree of polymerization, the oxyalkylene chain-bearing polyvinyl ateohol unit- 
containing polymeric compound of the invention varies in appearance at room temperature (20<^) from a highly viscous 
so molasses-like liquid to a rubt>ery solid. The higher the average degree of polymerization, the more it qualifies as a solid 
(albeit, a soft, paste- like solid) having a low fluidity at room temperature. 

[0057] The polymeric compound of the invention, regardless of its average degree of polymerization, is not a linear 
polymer, but rather an amorphous polymer due to the entanglement of its highly branched molecular chains. As shown 
in FIG. 2. this is evident from the absence of any peaks in the wide-angle x-ray diffraction pattern that would suggest 
55 the presence of crystals. 

[0058] The oxyalkylene chain-bearing polyvinyl alcohol untt-contalning polymeric compound of the Invention can be 
prepared as a capped hydroxyl -bearing polymer derivative by capping some or all of the hydroxyl groups on the mole- 
cule (these being the sum of the remaining hydroxyl groups from the polyvinyl alcohol units and the hydroxyl groups on 
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the oxyalkytene-corrtaining groups Introduced onto the molecule), and preferably at least 10 nnol%, with one or more 
monovalent subslituents selected from among halogen atoms, substituted or unsubstituted monovalent hydrocartxsn 
groups having 1 to 10 cart>cns, R^CO groups (wherein is a substituted or unsubstituted monovalent hydrocarbon 
group of 1 to 10 carbons). fOqSi' groups (R^ being as defined above), amino groups, alkylamino groups and phospho- 
5 rus-containing groups. 

[0059] The purpose of capping the hydroxyl groups on the inventive oxyalkytene chain-bearing polyvinyl alcohol 
unit-containing polymeric compound with the above substituents is two-fold. 

(1) In a polymer containing a high concentration of ion-conductive salt, dissociated cations and counter ions (ani- 
10 ons) will readily recombine In a low-dielectric-constant polymer matrix, lowering the conductivity. Because raising 

the polarity of the polymer matrix discourages ion association, one aim is to increase the dielectric constant of the 
matrix polymer by introducing polar groups at the hydroxyl groups of the oxyalkylene chain-bearing polyvinyl alco- 
hol unit-containing polymeric compound. 

(2) The second aim is to impart the polymer electrolyte-forming polymer with highly desirable characteristics, such 
15 as hydrophobic properties and fire retardance. 

[0060] To increase the dielectric constant of the polymeric compound according to the first of these aims, the oxy- 
alkylene chain-bearing polyvinyl alcohol unit-containing polymeric compound is reacted with a hydroxy-ne active com- 
pound so as to cap the hydroxyl end groups on the polymeric compound with highly polar substituents. 
20 [0061 ] Although the highly polar substituents used for this purpose are not subject to any particular limitation, neu- 
tral substituents such as substituted or unsubstituted monovalent hydrocartson groups with 1 to 10 cart)ons and R^CO- 
groups (wherein R^ is as defined above) are preferable to ionic substituents. If necessary, capping may also be carried 
out with other suitable substituents, such as amino groups and alkylamino groups. 

[0062] The second purpose of capping mentioned above, whk^h Is to confer hydrophobic properties and fire 
25 retardance to the polymeric compound, can be achieved by the use of, for example, halogen atonos, R^sSi- groups (R'' 
being as defined above) or phosphorus<ontaining groups to cap the hydroxyl groups on the polymeric compound. 
[0063] Examples of halogen atoms that may be used as the substituent here include fluorine, bromine and chlorine. 
Examples of the substituted or unsubstituted monovalent hydrocarbon groups having 1 to 10 carbons, and preferably 1 
to 8 carbons, that may be used as the substituent include the same as those mentioned above. Suitable examples of 
30 the moiety Include the examples given above for R*. 

[0064] Examples of suitable R^sSi- groups include those in whteh R^ represents the same substituted or unsubsti- 
tuted monovalent hydrocarbon groups having 1 to 10 carbons, and preferably 1 to 6 carisons as above, and preferably 
an alkyl group. Of these, trialkylsiiyi groups, and especially trimethylsilyl groups, are preferred. 
[0065] Additional examples of suitable substituents include amino groups, alkylamino groups and phosphorus-con- 
35 taining groups. 

[0066] The proportion of end groups capped with the above substituents Is preferably at least 10 mot%. more pref- 
erably at least 50 mol%, and most preferably at least 90 mol%. It is even possible to cap substantially all the end groups 
with the above substituents, representing a capping ratio of essentially 100 mol%. 

[0067] However, because there are cases in whteh the ability of the polymer to dissolve the ion-conductive salt 
40 decreases when all the hydroxyl end groups on the molecular chains of the polymer are capped with halogen atoms, 
R^sSi- groups or phosphorus-containing groups, it is necessary to introduce a suitable amount of substituent while tak- 
ing into account the solvating abiPity of the polymer. This amount is preferably 10 to 95 mol%, more preferably 50 to 95 
mol%. and most preferably 50 to 90 mol%, based on the total number of end groups (hydroxyl groups). 
[0068] The substituent used in the practice of the Invention is most preferably a cyanated monovalent hydrocarison 
45 group, illustrative examples include cyanoethyl, cyanobenzyl, cyanobenzoyi, and substituents having cyano groups 
bonded to other alkyl groups. 

[0069] The use of a cyanated monovalent hydrocarbon group such as cyanoethyl in combination with a R^sSi- 
group such as trimethylsilyl Is highly advantageous. In this case, the two components are used In relative proportions 
of preferably 70 to 97 mol%, and especially 90 to 97 mol%, of the cyanated monovalent hydrocarbon groups, and pref- 

50 erably 30 to 3 mol%, and especially 10 to 3 mol%. of the R^aSi- groups, based on all the hydroxyl end groups on the 
molecular chains. Polymer derivatives in whk;h cyanated monovalent hydrocartx>n groups and R^aSI- groups have been 
incorporated together in this way possess excellent electrical conductivity and hydrophobic properties. 
[0070] If cyanoethyl groups are introduced as the substituent, the method for capping the molecular chains of the 
oxyalkylene chain-bearing polyvinyl alcohol unit-containing polymeric compound may comprise mixing the oxyalkylene 

55 chain-bearing polyvinyl alcohol unit-containing polymeric compound with dioxane and acrylonitrile. adding a sodium 
hydroxide solution to the mixture, and stirring to effect the reaction. This yields a cyanoethylated polymer derivative In 
which cyanoethyl groups have been introduced onto some or all of the side chains. 

[0071 ] In cases where acetyl groups are introduced as the substituent, this may be carried out by, for example, mix- 
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ing the oxyalkylene chain-bearing polyvinyl alcohol unit-containing polymeric compound with acetic acid and nnethylene 
chloride, adding an aqueous perchlorate solution and acetic anhydride to the mixture, then reacting at room tempera- 
ture under stinlng. The reaction mixture Is subsequently added to cotd water, following which the precipitate that settles 
out is collected. The precipitate Is dissolved in acetone, then poured once again into water. The resulting mixture is neu- 
5 trafized by adding sodium hydrogen caitonate, and the precipitate that forms is collected by filtration, placed together 
with water in dialysis tubing and diatyzed with ion-exchanged water. The resulting precipitate is collected, rinsed with 
water, then dried in vacuo, giving an acetylated polymer derivative. 

[0072] CyanobenzoyI groups may be introduced as the substituent by a method which involves, for example, mixing 
the oxyalkylene chain-bearing polyvinyl alcohol unit-containing polymeric compound with dioxane, adding pyridine, then 
10 adding dropwise a solution of cyanobenzoyi chloride in dioxane. The solution is then reacted at a given temperature, 
after which the reaction mixture is poured into a methanol/water (3:4) solution. The precipitate that setUes out of solution 
Is collected, then dissolved in N,N-dimethylsulfoxlde, following which tfie solution is placed In dialysis tubing and dia- 
tyzed. The resulting precipitate is collected, rinsed with water, then dried in vacuo, giving a cyanobenzoylated polymer 
derivative. 

IS [0073] The introduction of trimethylsilyl groups may be earned out by dissolving the oxyalkylene chain-bearing pol- 
yvinyl alcohol unit-containing polymeric compound in dlmethylacetamlde. adding bls(trimethylsilyi)acetamlde to the 
solution, and stirring at room temperature to effect the reaction. The reaction mixture is then cooled In an ice-water betU, 
and poured into a cold methanolAwater (4:1) solution. The precipitate that setUes out is collected by filtration then dis- 
solved in acetamide, and the resulting solution is passed through filter paper. The solution is then dried in vacuo, yield- 

20 ing a trimettiytellylated polymer derivative. 

[0074] Capping with otiier suitable substituents may ril<ewise be carried out using known techniques for introducing 
those substituents onto hydroxyl end groups. 

[0075] In the other embodirnent, the inventive oxyalkylene chain-bearing polyvinyl alcohol unit-containing polymeric 
compound or polymer derivative thereof In which some or all of tiie hydroxyl groups on the molecule have been capped 
25 (polymer electrolyte-forming polymer) and which has been obtained as described above (component A) is conferred 
with ionic conductivity by the addition thereto of an ion-conductive salt (component B). 

[0076] The ion-conductive salt serving as component B is not subject to any partcular limitation so long as it can 
be used In conventional electrochemical devices. Illustrath^e examples Include LICIO4, LiBF4, LIAsFg. LiPFe, LiSbFe, 
UCF3SO3, LICF3COO. NaCI04, NaBF4, NaSCN, KBF4, Mg(CI04)2, Mg(BF4)2. (C4H9)4NBF4, (C2H5)4NBF4, 
30 (C4H9)4NC(04, LiN(CF3S02)2 and Et4NPF6 (wherein Et Is ethyl). Any one or combinations of two or more of these may 
be used. 

[0077] The amount of the Ion -conductive salt Incorporated as component B varies empirically according to a 
number of factors, Including the type of ion-conductive salt used, the molecular weight of the polymer electrolyte-form- 
ing polymer, and the type of capping substituent In general, the amount of ion-conductive salt included per 100 parts 

35 by weight of the polymer electrolyte-forming polymer is preferably 5 to 1 .000 parts by weight, more preferably 1 0 to 500 
parts by weight, even more preferably 1 0 to 1 00 parts by weight, and most preferably 1 0 to 50 parts by weight. Too little 
ion-conductive salt results in a weak concentration of the ion conductor, making the electrical conductivity too low for 
practical purposes. On the other hand, the capacity of the potymer matrix to dissolve the ion-conductive salt is 
exceeded if too much salt is used, resulting in salt deposition. 

40 [0078] In addition to above components (A) and (B). the ion-conductive polymer electrolyte composition of the 
invention may Include also an ordinary amount of a solvent capable of dissolving the ion-conductive salt. Suitable exam- 
ples of such solvents include chain ethers such as dlbutyl ether, 1,2-d]methoxyethane, 1 ,2-ethoxymethoxyethane, 
methyl diglyme, methyl triglyme, methyl tetraglyme, ethyl glyme, ethyl diglyme, butyl diglyme, and glycol ethers (e.g., 
ethyl cellosolve, ethyl carbitol, butyl celfosolve, butyl caitottoQ; heterocycflc ethers such as tetrahydrofuran, 2-methyltet- 

45 rahydrofuran, 1 ,3-dioxolane and 4,4-dlmethyl-1 ,3-dloxane; butyrolactones such as y-butyrolactone, Y-valerolactone, 6- 
valerolaclone, 3-mettiyl-1 ,3-oxazolidin-2-one and 3-ethyl-1 ,3-oxazolidin-2-one; and solvents commonly used in electro- 
chemical devices, such as water, alcohol solvents (e.g., methanol, ethanol, butanol, ethylene glycol, propylene glycol, 
dlethylene glycol, 1 .4-butanedlol and glycerol), polyoxyalkylene polyols (e.g., polyethylene oxide, polypropylene oxide, 
polyoxyethylene-oxypropylene glycol and mixtures of two or more thereof), amide solvents (e.g., N-methytformamide, 

so N,N-dimethytformamide, N-methylacetamide and N-methytpynrolkiinone), cart)onate solvents (e.g., diethyl carisonate, 
dimethyl carbonate, ethylmethyl cart>onate, propylene carbonate, ethylene carisonate. styrene cartaonate), and Imidazo- 
lidinone solvents (e.g., 1,3-dlmethyl-2-imidazolidinone). These soh/ents may be used singly or as mixtures of two or 
more thereof. 

[0079] The polymer electrolyte composition of the invention varies in appearance at room temperature (20^C) from 
55 a highly viscous molasses -like liquid to a rubbery solid. The higher the average degree of polymerization, the more it 
qualifies as a solid (albeit, a soft, paste-like solid) having a low fluidity at room temperature. 

[0080] The ion-conductive salt in the ion -conductive polymer electrolyte composition of the invention has been con- 
timied to be completely dissociated within the polymer (see x-ray diffraction pattern In FIG. 2). In addition, the results 
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of electrical conductivity measurements by the AC impedance technique show that a composition containing about 9 to 
15 parts by weight of ion-conductive saft per 100 parts by weight of the polymer electrolyte-forming polymer has a high 
conductivity of about 10*^ to ID"* S/cm. 

[0081 ] The polymeric compound (binder resin) and ion-conductive polymer electrolyte composition of the invention 
5 have a bond strength of preferably at least 0.1 kN/m, more preferably at least 0J2 IdSl/m. and most preferably at least 0.4 
kN/m. as measured acconJing to the peel-type bond strength test standard for adhesives set forth in JIS K6854 (1994). 
[0082] Thus, the polymer electrolyte composition of the invention remains amorphous without crystalRzing, even 
when an ion-conductive salt is added thereto in high concentration. Moreover, because it has a high polyoxyalkylene 
frELction, metallic ions are able to move unimpeded through the molecule. These features, together with its high bond 
10 strength, make the inventive composition parttoularly well suited for use as a solid polymer electrolyte and a binder pol- 
ymer in film4ype cells and related applications. 

[0083] The use of a polymeric compound having a low average degree of polymerization In the polymer electrolyte 
composition of the invention gives a liquid polymer electrolyte, whereas the use of a polymeric compound having a suf- 
ficiently high average degree of polymerization gives a solid polymer electrolyte. In both cases, the polymer electrolyte 

15 has a high tackiness. Even as a soHd, because the polymer electrolyte is a rut)bery solid which readily undergoes plas- 
" tic deformation, it deforms easily under stress and can thus be easily formed into a film or sheet. 
[0084] Next, the secondary cell of the invention comprises a positive electrode, a negative electrode, and a solid 
polymer electrolyte layer composed of the inventive ion conductive polymer electrolyte composition disposed between 
the positive electrode and the negative electrode. 

20 [0085] The positive electrode used herein Is preferably a composite positive electrode comprising a positive elec- 
trode cun'ent collector coated with a positive electrode dope composed of a mixture of the inventive binder resin and a 
positive electrode active material. It is also preferable for a solid polymer electrolyte layer composed of the ion-conduc- 
tive polymer electrolyte composition of the invention to lie between the composite positive electrode and the negative 
electrode composed of lithium foil or the composite negative electrode obtained t>y coating a negative electrode current 

25 collector with a negative electrode dope containing the inventive binder resin and a negative electrode active material 
in admbcture. 

[0086] The positive electrode active material is selected as appropriate for the electrode appKication, the type of bat- 
tery and other considerattons. For Instance, examples of positive electrode active materials that ane suitable for use as 
the positive electrode in a lithium secondary cell include group I metal compounds such as CuO, CU2O, Ag20, CuS and 
30 CUSO2; group IV metal compounds such as TiS, Si02 and SnO; group V metal compounds such as V2O5, V6O13, VOx, 
Nb205. Bi203 and Sb203; group VI metal compounds such as CfOa, Cr203, M0O3, M0S2, WO3 and Se02; group VII 
metal compounds such as MnO^ and Mn204; group VIII metal compounds such as Fe203. FeO, Fe304, Ni203. NIO and 
C0O2; and conductive polymeric compounds such as polypyrrole, polyaniline, poly(p-phenylene), polyacetylene and 
polyacene. 

35 [0087] Cak;ogen compounds capable of adsorbing and releasing lithium ions and calcogen compounds containing 
lithium ions can be used as the positive electrode active material In lithium Ion secondary cells. 
[0088] Examples of the cak»gen compounds capable of adsorbing and releasing lithium tons include FeS2, TiS2, 
M0S2, V2O5, VgOia, and MnOg. 

[0089] Examples of the cak:ogen compounds containing lithium ions include LiCo02, LiMn02, LiMn204. LiMo204, 
40 LN^Oq, LINi02. and LixNiyMvy02(whereln M stands for selected from Co, Mn. Tl. Cr, V. Al Sn, Pbv and Zn, 0.05 s x s 
1.10, and 0.5 sys 1.0.) 

[0090] On use, the positive electrode active material is compounded with an ion-conductive solid polymer electro- 
lyte, a binder and a conductive agent to form a composite positive electrode. The ion-conductive solid polymer electro- 
lyte and binder resin used herein are preferably the ion-conductive solid polymer electrolyte and binder resin of the 
45 present invention, respectively. Suitable examples of the conductive agent include acetylene black and natural graphite. 
[0091 ] The composite positive electrode may be formed to a thin film of uniform thickness by any suitable film-form- 
ing technique such as roller coating (with an applfeator roll), screen coating, doctor blade coating, spin coating or l^ar 
coating. 

[0092] The negative electrode active material is selected as appropriate for the electrode applcation, the type of 
50 battery and other conskierations. For instance, examples of materials that are suitable for use as the negative electrode 
in lithium secondary cells and lithium ion secondary cells include alkali metats, alkali alfoys, cartoon materials, and the 
same materials mentioned above in regards to the positive electrode active material. 

[0093] illustrative examples of alkali metals include Hthium, sodium and potassium. Examples of alkali metal alloys 
include metallic lithium, Li-AI, Li-Mg, Li-AI-Ni, sodium, Na-Hg and Na-Zn. 
55 [0094] Examples of the carbon material include graphite, carbon black, coke, glassy carbon, carbon fibers, and sin- 
tered compacts thereof. 

[0095] The negative electrode active material may be used alone, although its use as a composite negative elec- 
trode prepared by the addition of an ion-conductive softd polymer electrolyte, a binder, a conductive agent and the like 
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is generally preferred. The ion-conductive solid polymer electrolyte and binder resin used herein are preferably the ion- 
conductive soDd polymer electrolyte and binder resin of the present invention, respectively. Suitable examples of the 
conductive agent Include acetylene black and natural graphite. 

[0096] The composite negative electrode may be formed to a thin film of uniform thickness by any suitable film- 
5 forming technique such as roller coating (with an applicator rolQ. screen coating, doctor blade coating, spin coating or 
bar coating. 

[0097] The use here of the inventive binder resin as the binder in the positive electrode, the negative electrode, and 
the ion-conduclive solid polymer electrolyte layer which together constitute the secondary ceil of the invention enables 
the powdery positive and negative electrode active materials to be finrnly bound. Moreover, because the binder resin 
10 and the solid polymer electrolyte have the same composition, interfactal resistance between the electrodes and the 
solid electrolyte can be reduced. As a result, there can be obtained film-type batteries, particularly secondary cells 
(e.g., nthium secondary cells and lithium ion secondary cells), of outstanding perfomnance which feature a high ionic 
conductivity end strong bonding between the electrodes and the solid electrolyte. 

[0098] The following examples and comparative examples are provided to illustrate the invention, and are not 
15 intended to limit the scope thereof. 

EXAMPLE 1 

[0099] A reaction vessel equipped with a stinging element was charged with 10 parts by weight of polyvinyl alcohol 
20 (average degree of polymerization, 500; vinyl alcohol fraction. ^8%) and 70 parts by weight of acetone. An aqueous 
solution of 1 .81 parts by weight of sodium hydroxide in 2.5 parts by weight of water was gradually added under stirring, 
and stirring was continued for one hour at room temperature. To this solution was gradually added over a period of 3 
hours a solution of 67 parts by weight of glycidol in 1 00 parts by weight of acetone. The resulting mixture was stirred for 
8 hours at 50°C to effect the reaction. When stirring was stopped following reaction completion, the polymer precipitated 
25 from the mixture. The precipitate was collected, dissolved in 400 parts by weight of water and neutralized with acetic 
acid. The neutralized polymer was purified by dialysis, and the resulting solution was freeze-dried, giving 22.50 parts 
by weight of a dihydroxypropylated polyvinyl ak»hol. 
[01 00] The reaction product had the molecular structure shown below. 



35 




40 [0101] Here, DHP represents the dihydroxypropyl group which has fonned as a result of glycidol addition. The 
stiucture is that of an oligomer chain having either of the two linkages shown below. 



50 



55 



DHP = — (CHjCHCHjO) 



[0102] The molar substitution can be calculated as follows from the weight of the P\A^ charged and the weight of 
the product obtained. 
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(unit molecufar weight of PVAy(unit molecular weight of PVA 
derivative obtained by addition of n units of glycidoQ = 44/(44 -i- 74n) 
= 10 (weight of charged PVA)/22.50 (weight of product) 

5 

Thus, n = 0.74 

[0103] The average molar substitution (MS) calculated from the yield is thus 0.74. 

[0104] FIG. 1 shows the ^^-NMR spectrum (DEPT spectrum measured using a Varian VXR-300 NMR spectrom- 
10 eter, with D2O as the soh^ent) of this product 

[0105] The average molar substitution detemnined from the C* carbon signal intensity (A) of the -C*H2-C(OH)H- 
untts from the unreacted PVA and the signal Intensity (C) of the other caibons was 0.95. 

[0106] in addition, the fraction of unreacted -(CH2-C(OH)H)- units detemrtined by comparing signal intensities (A) 
and (C) was 0.67. 

15 [0107] Accordingly, in the above formula, a = 0.57 and b = 0.43. 

[0108] Hence, the average length L of the DHP chain Is L = MS/b - 2.21 . 

EXAMPLE 2 

20 [01 09] A dihydroxypropylated polyvinyl alcohol was prepared by the same method as In Example 1 , except that 1 34 
pares by weight of gtycidol was used. The yield was 33.04 parts by weight and the average molar substitution (MS) by 
dihydroxypropyl units introduced onto the polyvinyl alcohol, as calculated from the yield, was 1 .37. The MS determined 
from the NMR spectrum was 1 .49. The ratio a:b was 0.6:0.4, and L was 3.73. 

25 EXAMPLES 

[0110] A reaction vessel equipped with a slimng blade was charged with 10 parts by weight of polyvinyl alcohol 
(average degree of polymerization, 500; vinyl alcohol fraction. >98%) and 150 parts by weight of dimethylsulfbxide. An 
aqueous solution of 1 .81 parts by weight of sodium hydroxide in 2.5 parts by weight of water was gradually added under 

30 stimng, and stirring was continued for one hour at room temperature. To this solution was gradually added over a period 
of 3 hours a solution of 67 parts by weight of glycidol in 100 parts by weight of dimethylsulfoxide. The resulting mixture 
was stirred for 8 hours at 50**C to effect the reaction. Following reaction completion, a unifomn solution was obtained 
and so this was diluted with water and neutralized with acetic acid. The neutralized solution was purified by dialysis, and 
the resulting solution was freeze-dried, giving 30.01 parts by weight of a dihydroxypropylated polyvinyl alcohol. The 

35 average molar substitution by dihydroxypropyl units Introduced onto the polyvinyl alcohol, as calculated from the yield, 
was 1.19. The molar substitution (MS) detemnined from the NMR spectrum was 1 .23. The ratio a:b was 0.58:0.42, and 
L was 2.93. 

EXAMPLE 4 

40 

[0111] A hydroxypropylated polyvinyl alcohol was prepared by the same method as in Example 3, except that 53 
parts by weight of propylene oxide was used instead of glycidol. The yield was 24.63 parts by weight, and the average 
molar substitution by the hydroxypropyl units Introduced onto the polyvinyl alcohol, as calculated from the yield, was 
1.11. The molar substitution can also be calculated as follows. 

45 

(unit molecular weight of PVA)/(unit molecular weight of PVA 

derivative obtained by addition of n units of propylene oxide) = 44/(44 + 58n) 

= (weight of charged PVA)/(welght of product) 

so 

Thus, 44/(44 -1- 58n) = 10y24.63: and so 
n= 1.11. 

[0112] The structural formula Is shown below. The MS determined from the NMR spectrum was 1 .3 and the ratio 
a:b was 0.61 :0.39. Accordingly, L was 3.33. 

55 
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H— (ffljCH),- (CHjCH)^— H 
^ OH (HCH^CH0>j7-H 

CHj 

10 



EXAMPLE 5 

15 

[0113] A reaction vessel equipped with a stirring blade was charged with 10 parts by weight of potyvinyl alcohol 
(average degree of polymerization, 500; vinyl alcohol fraction. ^8%) and 150 parts by weight of dloxane. An aqueous 
solution of 1 .81 parts by weight of sodium hydroxide in 2.5 parts by weight of water was gradually added under stinging, 
and stining was continued for one hour at room temperature. To this solution was gradually added 84 parts by weight 

20 of phenol (EO)5 glycidyl ether (Denacol EX-145. produced by Nagase Chemicals. Ltd.), and the resulting mixture was 
stln-ed for 8 hours at 50*'C to effect the reaction. When stirring was slopped following reaction completion, the polymer 
precipitated from the mixture. The precipitate was collected, dissolved in 400 parts by weight of water and neutrafized 
with acetic acid. The neutralized polymer was purified by dialysis, and the resulting solution was freeze-dried, giving 
53.72 parts by weight of a phenol (E0)5-edded polymer. The amount of (EO)5 introduced, as calculated from the yield, 

25 was 0.52, and the MS was 2.6. The MS can also be calculated as follows. 

Unit molecalar wal^t of PVA Molecular welsfht o£ phenol (BO), 
— ^ C"i - CH ^ — — CHjCHCHj (OCHjCHj) 5O 

6h L 

35 

44 371 




(unit molecular weight of PVA)/(unlt molecular weight of PVA 

derivative obtained by addition of n units of phenol (EO) 5) = 44/(44 + 370n} 

= (weight of charged PVA)/{weight of product) 



Thus, 44/(44 + 370n) = 10/53.72; and so 
n = 0.52 

MS = 0.52x5 = 2.6 

50 [0114] The structural fbmiula of the reaction product is shown below. The average molar substitution by the ethyl- 
ene oxide units, as determined from the NMR spectrum, was 2.6. 



55 
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H— (CHjCH), - (CH,CH)»— H 

OH 0-CH,CHCHi(OCH,CH,)jO— 
In 



to 



(a:b - 0.48:0.52) 



15 EXAMPLES 



[0115] A reaction vessel equipped with a stirring blade was charged with 10 parts by weight of partially saponified 
polyvinyl acetate (average degree of polymerization. 500; vinyl alcohol fraction, 77%) and 150 parts by weight of 
dimethylsulfoxide. An aqueous solution of 9.1 parts by weight of sodium hydroxide In 10 parts by weight of water was 

20 gradually added under stinring, and stining was continued for one hour at room temperature. To this solution was grad- 
ually added over a period of 3 hours a solution of 67 parts by weight of glycidol in 100 parts by weight of dimethylsul- 
foxide. The resulting mixture was stin-ed for 8 hours at 50°C to effect the reaction. Following reaction completion, a 
uniform solution was obtained and so this was diluted with water and neutralized with acetic acid. The neutrafized solu- 
tion was purified by dialysis, and the resulting solution was freeze-dried, giving 23.45 parts by weight of a dihydroxypro- 

25 pylated polyvinyl alcohol. The average molar substitution (MS) by the dthydroxypropyl units introduced onto the 
polyvinyl alcohol, as calculated from the yield, was 0.8. The MS determined from the NMR spectrum was 0.98. The ratio 
a:b was 0.48:0.52, and L was 1 .88. 



EXAMPU^ 7 

30 

[0116] A reaction vessel equipped with a stirring blade was charged with 10 parts t>y weight of poly(ethylene vinyl 
alcohol) (average degree of polymerization, 400; vinyl alcohol fraction, 71%) and 1 00 parts by weight of dimethylsulfox- 
ide. An aqueous solution of 1.29 parts by weight of sodium hydroxide In 7.3 parts by weight of water was gradually 
added under stirring, and stirring was continued for one hour at room temperature. To this solution was gradually added 

35 over a period of 3 hours a solution of 47.8 parts by weight of glycidol in 40 parts by weight of dimethylsulfoxide. The 
resulting mixture was stirred for 8 hours at SO^C to effect the reaction. Following reaction completion, a uniform solution 
was obtained and so this was diluted with water and neutralized with acetic acid. The neutralized solution was purified 
by dialysis, and the resulting solution was freeze-dried, giving 25.0 parts by weight of a dihydroxypropylated poly(ethyl- 
ene vinyl alcohol). The average molar substitution (MS) by the dthydroxypropyl units introduced onto the poty(ethytene 

40 vinyl alcohol), as calculated from the yield, was 0.8. The MS can also be calculated as follows. 



45 



so 



55 
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iCHjO^c— (CH,(J^^ (CH,CJ%- 



0 

[DHPI 



28 44 

-(CHjCHj) (CH,C»9— 

OH 



72 



28X0. 29= 8. 1 2 
44X0. 7 1=3 1. 24 

3 9.4 



(unit molecular weight of EVAy(unit molecular weight of EVA 
derivative obtained by addition of n units of glyddol) = 39.4/(39.4 -i- 74n) 
s (weight of charged PVA )/(welght of producQ 



Thus, 39.4/(39.4 + 74n) = 10/25.0; and so 
n = 0.8 

[0117] The MS determined from the NMR spectrum was 0.B2. The percent conversion of the PVA unit portions on 
the molecule Is apparent from the ratio c:a:b, which was 0.29:0.53:0.18. L was found from this to be 4.44. 



Table 1 





Starting Polymer (aver- 
age degree of polymeri- 
zaflon} 


PVA unit fraction 


Reagent 


MS calculated from yield 


Example 1 


PVA (500) 


^98% 


glycidol 


0.74 


Example 2 


PVA (500) 


>98% 


glycidol 


1.37 


Example 3 


PVA (500) 


^8% 


glycidol 


1.19 


Example 4 


PVA (500) 


298% 


propylene oxide 


1.11 


Example 5 


PVA (500) 


298% 


phenol (E0)5 glycidyl 
ether 


2.6 


Example 6 


partially saponified poly- 
vinyl acetate (500) 


77% 


glycidol 


0.8 


Example 7 


poly(ethylene vinyl alco- 
hol) (400) 


71% 


glycidol 


0.8 



EXAMPLE 8 
Cyanoethylation: 

[0118] Three parts by weight of the polymer prepared In Example 1 was mixed with 20 parts by weight of dioxane 
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and 14 parts by weight of acrytonitrile. To this mixed solution was added an aqueous solution of 0.16 part by weight of 
sodium hydroxide in 1 part by weight of water, and stirring was carried out for 10 hours at 25^C. The resulting mixture 
was neutralized using the Ion-exchange resin produced by Organo Corporation under the trade name Amberiite IRC- 
76. The ion-exchange resin was separated off by filtration, after which 50 parts by weight of acetone was added to the 

5 solution and the insolut>les were filtered off. The resulting acetone solution was placed in dialysis membrane tubing arul 
dialyzed with running water. The polymer wh'ch precipitated within the dialysis membrane tubing was collected and dis- 
solved in acetone again. The resulting solution was filtered, following which the acetone was evaporated off. giving a 
cyanoethylated polymer derivative. The polymer derivative was dried in vacuo, then used to measure the electrical con- 
ductivity The infrared absoiption spectrum of this polymer derivative showed no hydrQxyl group absorption, confirming 

w that all the hydroxy! groups were capped with cyanoethyl groups (capping ratio, 100%). 

EXAMPLES 9 tQ 14 
Cyanoethylation: 

15 

[01 1 9] Cyanoethylated polymer derivatives were prepared in the same manner as in Example 8 tvy cyanoethytating 
the polymers obtained in Examples 2 to 7. The infrared absorption spectra of the resulting polymer derivatives showed 
no hydroxy! group absorption, confimning that all the hydroxyl groups in each case were capped with cyanoethyl groups 
(capping ratio, 100%). 

20 

EXAMPLES 15 to 21 

[0120] Next, the cyanoethylated polymer derivatives prepared in Examples 8 to 1 4 were dissolved together with lith- 
ium perchlorate In tetrahydrofuran. In each case, the lithium perchlorate and the polymer derivative were charged such 
25 that their combined weight per mole of lithium perchlorate was 1 kg. The resulting solutions were held under a reduced 
pressure to evaporate off the tetrahydrofuran, thereby giving the polymer derivative-lithium perchlorate complexes (ion- 
conductive polymer electrolyte compositions) of 

Examples 15 to 21. 

30 

[0121] The conductivity and bond strength of each of the resulting compositions were measured by the methods 
described below. In addition, the room temperature state of the composition was visually assessed. The crystallinity 
was determined by carrying out wide-angle x-ray diffraction analysis (FIG. 2 shows the x-ray diffraction pattern for the 
composition (complex) prepared In Example 15 from the polymer derivative of Example 8 and fithium perchlorate). The 
35 compositions obtained in these examples were also held at 1 00^ for 5 hours, and the percent weight loss by evapora- 
tion was measured. The results are presented in Table 2. 

Conductivity: 

40 [0122] The cured composition was placed between two copper sheets separated by a 200 pm gap, and the con- 
ductivity was determined by AC impedance measurement 

Bond Strength: 

45 [0123] The bond strength was measured according to the peel-type bond strength test standard for adhesives set 
forth in J IS K6854. Specifically, a T-peel test piece having a thickness of 0.6 mm, a width of 25.45±0.2 mm, and a length 
of 300 mm was prepared from a copper plate that had been surface-treated with sandpaper as the adherend. To carry 
out measurement, both ends of the test piece were attached to fixabie crossheads on a testing machine, the cross-head 
rate was set at 1 00±0.2 mm/min. and crosshead movement was continued until the portion of the test piece remaining 

so bonded was about 1 0 mm. The measurement results were subjected to best-fit straight line approximation, and the 
peel-type bond strength was determined from the resulting peel load in accordance with JIS Z8401 . 

COMPARATIVE EXAMPLE 1 

55 [01 24] A polyethylene glycol-lithium perchlorate complex fion-conductive polymer electrolyte composition) was pre- 
pared by the same method as In Example 15. except that polyethylene glycol having a weight-average molecular weight 
of 2000 (PEG 2000) was used as the polymer. 

[0125] The conductivity and bond strength of the resulting complex were measured by the methods described 
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above, and the room-temperature state was visually assessed. The crystalfinity was determir^ by wide-angle x-ray dif- 
fraction analysts. In addition, the complex was held at lOO^C for 5 hours, and the percent weight loss by evaporation 
was measured. The results are presented in Table 3. 

CQMFARATIVF EXAMPLE 2 

[0126] A hydroxypropyl cellulose-lithium perchlorate complex (ion -conductive polymer electrolyte composition) was 
prepared by the same method as in Example 15, except that hydroxypropyl cellulose was used as the polymer. 
[0127] The conducUvtty and bond strength of the resulting complex were measured by the methods described 
above, and the room-temperature state was visually assessed. The crystallinity was determined by wide-angle x-ray dif- 
fraction analysis. In addition, the complex was held at lOO^'C for 5 hours, and the percent weight loss by evaporation 
was measured. The results are presented In Table 3. 

COMPARATIVE EXAMPLE 3 

[0128] A cyanoethylated hydroxypropyl cellulose-lithium perchlorate complex (ion-conductive polymer electrolyte 
composition) was prepared by the same method as In Example 15, except that cyanoethylated hydroxypropyl cellulose 
was used as the polymer. 

[0129] The conductivity and bond strength of the resulting complex were measured by the methods described 
above, and the room-temperature state was visually assessed. The crystallinity was determined by wide-angle x-ray dif- 
fraction analysis. In addition, the complex was held at 100**C for 5 hours, and the percent weight loss by evaporation 
was measured. The results are presented in Table 3. 



Table 2 





Conductivity (S/cm) 


Bond strength 
(kN/m) 


Crystallinity 


Room-tempera- 
ture state 


We'^ht loss by 
evaporation 


Example 15 


5.2x10-^ 


0.74 


amorphous 


rubbery solid 


^0.1% 


Example 16 


2.23x10"^ 


0.72 


amorphous 


rubbery solid 


SO.1% 


Example 17 


1.2x10-^ 


0,7 


amorphous 


rubk)ery solid 


20,1% 


Example 18 


1.57x1 0'"^ 


0.82 


amorphous 


rubbery solid 


>0.1% 


Example 19 


0.88x10'* 


0.83 


amorphous 


rubbery solid 


^0.1% 


Example 20 


0.78x10'* 


0.56 


amorphous 


rubbery solid 


^0.1% 


Example 21 


1.1x10"^ 


0.43 


amorphous 


rubbery solid 


20.1% 



Table 3 





Comp. Ex. 1 


Comp. Ex. 2 


Comp. Ex. 3 


Conductivity (S/cm) 


8.2x1 0-« 


7.0x10-^ 


6x10-^ 


Bond strength (kN/m) 


<0.01 (not measurable} 


<0.01 (not measurable) 


<0.1 (weak adhesion) 


Crystallinity 


crystalline 


semi-crystalline 


amorphous 


Room-temperature state 


solid 


solid 


rubbery solid 


Weight loss by evaporation 


^,1% 


SO.1% 


20.1% 



[0130] The polymeric compound of the invention, the binder resin composed of this polymeric compound, and the 
inventive ion-conductive polymer electrolyte composition obtained by adding an ion-conductive salt to this polymer elec- 
trolyte-forming polymer have a high ionic conductivity and a high tackiness, making them highly suitable for use as solid 
polymer electrolytes and binder polymers for film-type cells and related apprications. 
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EXAMPLE 22 

Preparation of Ion-Conductive Solid Polymer Electrolyte Film-Type Battery: 

5 [0131 J The positive electrode was febrlcated l)y blending a powder mixture of UCoOg and Kefl en Black In a weight 
ratio of 90:10 with the polymer derivafrve (liquid I) of Example 8 so that the weight ratio of the polymer derivative and 
the powder mixture is 1:10 and adding suitable amounts of N-methy pyn-olidone thereto, thereby obtaining a positive 
electrode dope. Using a doctor knife applicator, the positive electrode dope was cast onto a positive electrode current 
collector In the form of aluminum foil, then held at 80^C for 1 hours to render it Into a semisond state, thereby giving a 

10 sheet-like composite positive electrode. 

[0132] For the negative electrode, lithium foil was used. The lUhium foil was press-bonded onto a stainless steel 
current collector. 

[0133] Next, the ion-conductive polymer electrolyte composition (liquid II) of Example 15 was placed In a slight 
excess on the surface of the negative electrode lithium foil. The sheet-like composite positive electrode was stacked on 

15 top thereof such as to face the negative electrode across a gap of 25 jim between the surface of the composite positive 
electrode and the lithium foil surface of the negative electrode, and pressure was applied. The electrodes were held In 
this state at about 80**C for 6 hours to effect curing. This caused the ion-conductive polymer electrolyte composition (liq- 
uid II) disposed between the sheet-like composite positive electrode and the fithium foil of the negative electrode to ther- 
mally polymerize, resulting in the formatton of a solid polymer electrolyte layer and thus giving an ion-conductive solid 

20 polymer electrolyte film-type battery. 

[0134] The resulting film-type battery had an aluminum foil/composite positive electrode/cured liquid ll/fithium 
foil/stainless steel current collector construction, was rechargeable, and dear^ functioned effectively as a fithium sec- 
ondary battery. 

25 EXAMPLE 23 

[0135] An ion -conductive solid polymer electrolyte film-type battery was fabricated in the same method as In Exam- 
ple 22 except that the negative electrode was prepared by using graphite as the active material, mbclng the polymer 
derivative (liquid I) of Example 8 with graphite so that the weight ratio of the polymer derivative and the active material 
30 is 1:9 and adding suitable amounts of N-methyl pyrrofidone as a diluent, thereby obtaining a negative electrode dope. 
Casting the negative electrode dope onto a negative electrode current collector in the form of copper foil by means of a 
doctor knife applicator, and allowing the coating to stand at 80*C for 1 hours, yielding a sheet-like composite negative 
electrode in semi-solid state. 

[0136] The resulting film-type battery had an aluminum foil/composite positive electrode/cured liquid ll/composite 
35 negative electrode/copper foil construction, was rechargeable, and clearly functioned effectively as a fithium battery. 

Claims 

1 . A polymeric compound comprising polyvinyl alcohol units of general formula (1 ) 

40 



45 



55 




(1) 



wherein n Is a number of at least 20, and having an average degree of polymerization of at least 20. characterized 
in that some or all of the hydroxyl groups on the polyvinyl alcohol units are substituted with Qxyalkylene-containing 
50 groups to an average molar substitution of at least 0.3. 

2. The polymery compound of daim 1 , wherein the oxyalkylene-containing groups have been introduced by reacting 
a polymeric compound comprising said polyvinyl ateohol units with at least one oxirane compound selected from 
among ethylene oxide, propylene oxide and glycldol. 



3. The polymeric compound of dalm 1 , wherein the oxyalkylene-containing groups have been introduced by reacting 
a polymeric compound comprising said polyvinyl alcohol units with a polyoxyalkylene compound having a hydroxy- 
reactive substituent at the end. 
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4. The polymeric compound of claim 3, wherein the hydroxy-feactive substituent on the polyoxyalkytene compound is 
selected from the class consisting of isocyanate groups, epoxy groups, cart^oxyfic groups, carboxyPic acid chloride 
groups, ester groups, amide groups, halogen atoms and sWcon-bearing reactive substituents. 

5 5. The polymeric compound of any one of daUns 1 to 4. wherein sonr» or all of the hydroxyl groups on the molecule, 
which include the remaining hydroxy) groups on the polyvinyl alcohol units of the polymeric compound, are capped 
with monovalent substituents of at least one type selected from the class consisting of halogen atoms, substituted 
or unsubstituted monovalent hydrocartx)n groups of 1 to 10 carbons, R^CO- groups (R^ being a substituted or 
unsubstituted monovalent hydrocart>cn group of 1 to 10 carbons). R^sSh groups (R^ being as defined above). 

10 amino groups, allcylamino groups and phosphorus-containing groups. 

6. The polymeric compound of claim 5, wherein at least a cyano-substltuted monovalent hydrocarbon group Is used 
to cap the hydroxyl groups on the molecule. 

15 7. A binder resin comprising a polymeric compound according to any one of claims 1 to 6. 

8. The binder resin of claim 7 having a bond strength of at least 0.1 kNAn according to JIS K6854 (1994). 

9. An ion-conductive polymer electrolyte composition comprising primarily the polymer electrolyte-forming polymer of 
20 claim 7 or 8 and an ion-conductive salt 

10. The ion-conductive polymer electrolyte composition of claim 9 having a bond strength of at least 0.1 IcN/m accord- 
ing to JIS K6854 (1994). 

25 11. A secondary cell comprising a positive electrode, a negative electrode and a solid polymer electrolyte layer, char- 
acterized in that the solid polymer electrode layer is composed of the ion-conductive polymer electrolyte composi- 
tion of claim 9 or 10 and lies between the positive electrode and the negative electrode. 

12. The secondary cell of daim 1 1 wherein the positive electrode is a composite positive electrode comprising a posi- 
JO tive electrode cun-ent collector coated with a positive electrode dope composed of the binder resin of daim 7 or 8 
and an active positive electrode material in admixture, and the solid polymer electrolyte layer composed of the ion- 
conductive polymer electrolyte composition of claim 9 orl 0 lies between the composite positive electrode and the 
negative electrode composed of lithium foil or a composite negative electrode obtained by coating a negative elec- 
trode cun'ent collector with a negative electrode dope containing the binder resin of claim 7 or 8 and a negative 
35 electrode active material in admbtture. 
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